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CURRENT COLLECTION THROUGH THE ENDS OF A 
SPIRALLY WOUND ELECTROCHEMICAL CELL 

BACKGROUND OF THE INVENTION 

In general, this invention is directed to an 
electrochemical cell exhibiting improved current collection 
capability, and a method of making such an electrochemical 
cell. In one instance the electrochemical cell is' a 
spirally wound cell, but the cell can be of any variety. 

In a typical spirally wound electrochemical cell, a 
first conductive layer and a second conductive layer are 
separated by insulation. The conductive layers are offset 
from one another, so that the first conductive layer extends 
beyond the insulation and the second conductive layer in one 
direction. The second conductive layer extends beyond the^ 
insulation and the first conductive layer in an oppositely 
direction. The layers are then rolled together to form a&f 
jelly-roll style electrode stack wherein the first 
conductive layer forms a positive electrode at one end of 
the stack, and the second conductive layer forms a negative 
electrode at a second end of the stack opposite the stack 
first end. 

A first spiral space is defined in the first end of the 
jelly-roll by the portion of the first conductive sheet 
which is not layered with either insulation or the second 
conductive sheet. A second spiral space is defined in the 
second end of the jelly-roll by the portion of the second 
condu^ijre sheet which is not layered with either insulation 
or fcfflfo^xrsfc conductive sheet. The positive and negative 
ele^flf&cies are then connected to terminals of a fluid tight 
casing for use as a battery. Before the casing is sealed 
shut, an electrolyte is put into the casing surrounding the 
electrodes. The electrolyte aids in the development of an 
electric potential difference between the electrodes in the 
cell. 


In the typical electrochemical cell, the electrodes are 
connected to the terminals of the battery by connection 
portions extending from the electrode sheet itself, or by 
tap straps. Another method of connection is to edge weld 
5 the connection portions to the spiral end of the electrodes. 

These methods, however, suffer the problem of only being 
capable of carrying a limited amount of current from the 
cell. The tabs do not connect to a sufficient area of t*tie 
electrode to carry larger currents associated with bigger 
10 batteries. Moreover, welding additional connection portions 

presents problems in manufacture of the batteries, such as 
limiting the area by which electrolyte can be introduced 
into the electrode, and increasing the cost as well as 
production time for the battery. 

15 SUMMARY OF THE INVENTION „ , * 

One object of the invention is to improve the current |u 
collection capacity from an electrochemical cell by 
overcoming the problems associated with the present current 
collection methods. 

20 Another object of the invention is to improve the 

current collection capacity from an electrochemical cell by 
providing an improved method of attaching a current 
collection tab to an electrode, which may be a spirally 
wound electrode. The invention also includes an 

25 electrochemical cell having one or more current collection 

. tabs attached thereto in such a manner as to increase the 
current collected from the cell. 

s|^t another object of the present invention is to 
inpr^|% j- the- • current collection capacity from an 

30 electrochemical cell by providing increased contact area 

between a current collection tab and an electrode, including 
a spirally wound electrode. By increasing the contact area 
between each contact tab and the electrode, fewer contact 
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tabs are necessary which thus leaves sufficient space on the 
electrode for introduction of electrolyte. 

The present invention achieves these and other objects 
by slifTting selected portions of the electrode that are not 
5 covered by insulation. Slits are made in the end of the 

electrode stack and extend down through the electrode in a 
direction parallel to the electrode stack longitudinal axis, 
and in a radial direction from the periphery of tfie 
electrode stack towards the longitudinal axis. The slits 
10 may be either parallel to one another, converge, or diverge. 

The slits do not extend the entire length of the electrode 
portion which is uncovered by insulation. The slits define 
a tab connection portion of the spirally wound electrode 
therebetween which is subsequently folded over so that the 
is sections of the electrode extend in a radial direction* The - 

folded portions of the electrode can extend substantially!! 
perpendicular to the longitudinal axis of the electrode .Jfy 
The folded portions of the electrode may extend from their" 
bend toward the longitudinal axis, that is in an inward 
20 direction. Alternatively, the folded portions can extend 

from their bend in a direction away from the longitudinal 
axis, i.e., in an outward direction. In either case, the 
folded portions of the electrode extend in a radial 
direction and can be substantially perpendicular to the 
25 longitudinal axis. 

The folded portions of the electrode define a contact 
tab connection portion. Each electrochemical cell electrode 
can ; li^jpR. one or more contact tab connection portions. Each 
cont^BfLfeab connection portion includes a plane which is 
30 rec^^^t 5 " from., the end plane of the electrode stack. The 

planed ibir the : contact tab connection portion can be 
substantially parallel to the end plane of the electrode 
stack, but can also form an angle therewith. The folded 
portions may be covered by a conductive material in order to 
35 provide a flatter surface to which the contact tab is 
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connected. For example, a thermally sprayed coating of 
conductive material that is compatible with the material of 
the electrode can be sprayed onto the folded portions before 
the contact tab is attached. 

A contact tab, of conductive material, is connected to 
each connection portion by any suitable method. The contact 
tab can be made either of the same or different material 
than the electrode to which it is attached. The contact tab 
should have a geometry and dimensions compatible with the 
electric current to be collected from the respective cell. 

One suitable method for connecting the contact tab to 
the connection portion is welding, for example sonic welding 
or laser welding. However, laser welding is preferred. 
Proper precautions are taken so that the temperature of the 
electrode stack can be controlled to prevent the insulation ^ 
from being heated beyond its melting point. Further, high? 
electric conductivity is achieved between the current" 
collection tab and the electrode while minimizing the 
internal resistance drop between the electrodes, i.e., 
shorts between the positive and negative electrodes are 
minimized. When a conductive coating is applied to the 
folded portions of the electrode, the current collection tab 
is welded directly to the conductive coating. The coating 
layer creates a flat surface with controlled height. This 
helps to fix the welding process parameters, speed up the 
welding process, and improve the quality of the weld. 

Further, in the case of a spirally wound electrode, the 
invention can include a hollow thin walled mandrel around 
which^Si&e conductive sheets and insulation are wound to form 
the jelly- roll. This construction results in a tubular cell 
having a hollow core. The diameter of the hollow mandrel is 
selected according to the winding, thermal, and fabrication 
considerations of the cell. The hollow mandrel can then be 
welded to top and bottom covers of the cell casing, which 
act as thermal links between the outer case of the cell and 
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the electrode stack. The hollow core design improves the 
dissipation of heat generated along the central core of the 
cell. The relatively large radius of the tubular cell 
minimizes the cracking of any coated layers on the 
5 electrodes of the jelly-roll. 

Additionally, the hollow mandrel can have longitudinal 
groove's on its outer surface , i.e., the surface on which the 
jelly-roll is wound. The longitudinal grooves on the outer 
surface of the tube help to properly evacuate and fill the 
10 cell during the electrolyte filling process. 

The electrochemical cell of the present invention may 
be, but is not limited to, a rechargeable lithium- ion cell 
of either the standard or scaled up high power type. The 
ls f substrate material for the positive and negative electrodes 

\r*LS can be any suitable material. For example, in a lithium-ion 

m cell the positive electrode is made of aluminum and the; 

u negative electrode of copper. The current collection tabs 

: f are made of a material that is compatible with that of the 

J" respective electrode. For example, in a lithium-ion cell, 

P20 an aluminum current collection tab would be used with the 

\2 aluminum electrode whereas a copper or nickel current 

''"■4 collection tab would be used with the copper electrode. 

'*% The method of the present invention may be used in 

manufacturing other types of cells including, but not 
' 25 limited to, nickel metal hydride cells and nickel cadmium 

cells. Also, the method of the present invention can be 
used on electrode stacks which are not spirally wound. 
Further, the method of the present invention can be 
practiced on any size of cell, but is particularly useful in 
30 manufacturing cells for electric vehicles. 

The foregoing objects of the present invention, 
together with the features and advantages thereof, will be 
made apparent from the following description, in which like 
reference characters designate the same or similar parts 
35 throughout the drawings. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 is an end view of a spirally wound jelly-roll 
electrode stack having current collection tabs connected 
thereto* 

Figure 2 is a partially cut away side view of a 
spirally wound jelly-roll electrode stack having current 
collection tabs connected thereto. 

Figure 3 is a blown up view of a current collection tab 
and the end portion of an electrode stack, showing the 
connection therebetween. 

Figure 4 is a plan view of a second type of electrode 
stack to which the method of the present invention is 
applied. 

Figure 5 is a partially cut away end view of the second 
type of electrode stack. 

DETAILED DESCRIPTION OF THE INVENTION 

The present invention includes both an electrode stack 
having improved current collection characteristics, and a 
method for making an electrochemical cell having improved 
current collection from its electrode stack. First, the 
electrode stack 2 of an electrochemical cell of the present 
invention will be described. Subsequently, a method for 
making such an electrochemical cell will be set forth. 

A first embodiment of an electrochemical cell of the 
present invention includes a jelly-roll type electrode stack 
2. The jelly-roll electrode stack 2 includes a first 
electato&e 4 and a second electrode (not shown) separated by 
insi^tion . The electrodes extend from opposite sides of 
the(^^l|l^roll stack. The electrode ends as well as their 
connection to the current collection tabs 8 are similar, and 
therefore only one end of the electrode stack will be 
described. 

Figure 1 shows one end 6 of a spirally wound electrode 
which forms a part of a jelly-roll electrode stack 2. The 


electrode stack 2 has current collection tabs 8 attached 
thereto by welds 2 0 , however, any suitable means can be used 
to attach the current collection tabs. The welds 20 can be 
made, for example, by spot welding with a sonic or laser 
5 welder but are preferably made by laser welding. The 

current collection tabs 8 are connected to a connection 
portion of the electrode stack which is recessed below the 
electrode stack end 6. The electrode stack end lies in a 
plane 16. Tabs 8 are connected to the electrode stack in a 

10 plane 18 which is closer to the middle of the electrode 

stack than is the plane 16. The tabs 8 can extend at any 
angle to the electrode stack longitudinal axis 2 6 but are 
preferably substantially perpendicular thereto. Although 
four tabs are shown in Figure 1, any number of tabs can be 

15 employed. The number of tabs on the second end of the 

electrode stack can be the same as, or different from, the 
number of tabs on the first end of the electrode stack. 

Figure 3 shows, in a blown up manner, the area of 
connection between the electrode 4 and a current collection 

20 tab 8. As seen in Figure 3, the ends of electrode 4 are 

folded over so that they form an increased area for 
connection to the tab 8 . The folded portions 12 of the 
electrode end extend in the radial direction of the 
electrode stack and are formed so that the bend 11 in the 

25 electrode is farther from the electrode longitudinal axis 26 

than is the electrode end 13. Alternatively, the folded 
• portions 12 can be formed so that the bend 11 in the 
electipde is closer to the electrode longitudinal axis 26 
tha^ll*lithe electrode end 13. In either case, the folded 

30 portiSi^ 12 form a plane 18 for connection of the tab 8. 

The pfane 18, as described above, is recessed toward the 
interior of the cell from the end plane 16 of the electrode 
stack. 

By providing the electrochemical cell with folded 
35 portions 12, a large surface area is formed from which 
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current can be collected. In a typical electrochemical 
cell, a tab portion is connected to only the very edge 
portion of the wound electrode. In contrast, the present 
invention provides a connection to an increased area of the 
5 electrode 4. To further increase the contact area between 

the electrode and the contact tab, a coating can be provided 
on the folded portions 12 of the electrode 4. The coating 
provides a flat area for connection of the current 
collection tab 8 by filling in the slightly uneven surface 
10 formed by the overlap of the folded portions 12 . The 

coating is made of a conductive material that is compatible 
with that of the electrode on .which it is deposited, and 
with that of the current collection tab to which it is 
attached. 

is The electrochemical cell of the present invention can^; 

include a mandrel 22 around which the electrodes and^ 
insulation of the cell are wound to form the jelly-rolL# 
electrode stack. The mandrel 22 provides the cell with a 
hollow core 24 which assists in both heat dissipation and 

20 introduction of electrolyte. 

Heat is generated by the process of attaching the tabs 
8 to the electrode stack end 6, and also during operation of 
the battery. If heat builds up within the battery raising 
its temperature up to or beyond the melting point of the 

25 insulating material, then shorts can occur within the 

battery. Shorts between the electrodes due to melted 
insulation can decrease the output capacity of the battery 
or ever^make it inoperable. 

^^rnandrel can include longitudinal slits through the 

30 out^M#|&rface thereof. The slits aid in the evacuation of 

the battery in preparation for the introduction of 
electrolyte. The slits also aid in the introduction of 
electrolyte into the spiral spaces formed by the portion of 
each electrode which extends from each end of the jelly- roll 
35 stack. 
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The method of connecting a contact tab to an electrode 
extending from the end of a stack will now be described. 
The method is useful in connecting current collection tabs 
to the ends of a jelly- roll style electrode stack, but can 
be used on other types of electrode stacks as well, for 
example a rectangular electrode stack as shown in Figures 4- 
5. However, the method will be described in conjunction 
with a jelly-roll type electrode stack with tfie 
understanding that one of ordinary skill in the art would 
readily envisage how to use the method on differently shaped 
electrode stacks . 

An electrode stack 2 is formed so that one electrode 4 
extends from one end of the jelly- roll to form an end 6, and 
a second electrode extends from the other end of the jelly- 
roll. A slit 10 is then made in the end of one electrode, 
on the portion thereof which is not covered by insulation or| 
the other electrode, so as to extend from the end of the; 
electrode stack 6 towards the opposite end of the stack and 
so as to extend in a radial direction across the end of the 
electrode. Subsequently, another slit 10 is made near the 
first slit so as to form a pair of slits. This part of the 
process is repeated to form a pair of slits for each desired 
current collection tab. 

Each slit 10 is shown as substantially parallel to the 
other slit of the pair, but such configuration is not 
necessary. The slits 10 of a pair can either converge or 
diverge as they extend from the outer periphery of the 
electxrQde stack towards the longitudinal axis 26. However, 
it x%- preferred to form the slits of each pair as 
sub&fea&fcially/ "parallel to one another and spaced at a 
distance approximately equal to or slightly larger than the 
width of the current collection tab. By matching the 
distance between the slits 10 of a pair to the width of the 
tab 8, or slightly larger, a sufficient contact area is 
formed while leaving the rest of the* electrode end 


unmodified for readily accepting electrolyte. The slits 10 
can be made one at a time, simultaneously, or by any 
combination of simultaneous and sequential formation. 

Each pair of slits defines a portion of the electrode 
4 which is then bent down so as to form a plane 18 that is 
recessed from the plane 16 which contains the end of the 
electrode stack 6. The plane 18 is shown as substantially 
perpendicular to the longitudinal axis 26 of the cell, but 
can be formed at any angle thereto. To form the plane 16 at 
an angle to the longitudinal axis 26, the slits in the 
electrode end are made deeper at one radial location than 
another. For example, the slits could be deeper near the 
center of the electrode stack and gradually become shallower 
as they extend to the outer periphery of the electrode 
stack. Alternatively, the slits can be deeper near the 
outer periphery and shallower near the center of the< 
electrode stack . 

The folded portions 12 of the electrode can be formed 
so that the bend 11 in the electrode is closer to the 
longitudinal axis 26 of the electrode stack than is the end 
13 of the electrode. Alternatively, the folded portions 12 
of the electrode can be formed so that the bend 11 in the 
electrode is farther from the longitudinal axis 2 6 of the 
electrode stack than is the end 13 of the electrode. 

Then, once the plane 18 is formed, a current collection 
tab 8 is attached thereto by laser spot welding. A welding 
electrode 28 is used to form the spot welds 20 which attach 
the t^b L 8 to the folded portions 12 of the electrode 4 which 
lie £pr plane 18. Alternative methods of attaching the 
current; collection tabs can be used, such as sonic welding. 

To increase the contact area between a tab 8 and the 
folded portions 12 of the electrode, a coating can be 
deposited onto the plane 18. The coating serves to smooth 
out the slightly uneven surface formed by the overlap in the 
folded portions 12 . The coating is made of conductive 


particles which are compatible with the material from which 
the electrode and the current collection tab are made. The 
coating can be applied by any suitable method, but a thermal 
spray process is preferred. 

The process for connection is then repeated for the 
other end of the jelly-roll to connect current collection 
tabs to the second electrode. Alternatively, the process 
can be carried out on each end of the jelly-ro^l 
simultaneously. 

An alternative configuration of electrode stack is 
shown in Figures 4-5. In Figure 4, the electrode stack 2 is 
rectangular, and is inserted into can or housing 32 which is 
then filled with electrolyte. The can 32 contains dividers 
3 0 which prevent the long sides of the can from deforming 
thus permitting better control of the stack pressure durihg v 
temperature cycling. Also, the dividers aid in maintaining^ 
the integrity of the can when it is filled with electrolyte 1 
at a high pressure. 

In the rectangular configuration, the tabs 8 should be 
welded to the electrodes after they have been placed within 
the can 32. Welding the contact tabs after the electrode 
stack 2 is in the can 32 prevents the shifting of the plates 
in the stack, which facilitates fabrication of the 
electrochemical cell* Shifting of the plates is also 
prevented by minimizing the number of plates. Making the 
electrodes as long as the case height permits the minimum 
number of plates as well as permits the welding of the 
contact tabs after the electrodes are in the can. 

Tte&, slits 10 in the electrode ends can be made to any 
deptK/^^flcpig as they do not contact the insulating material 
or the interior end of the other electrode. As shown in 
connection with the rectangular electrode stack 2, the slits 
in the electrode end are formed so that the plane formed by 
folded portions 12 is only slightly below the plane 16 which 
contains the end of the electrode stack 6 . With such a 


configuration, the contact tabs 8 are allowed to protrude 
above the plane 16. 

The foregoing description is merely exemplary and is 
not to be construed in a limiting sense. Modifications will 
be readily apparent to those of ordinary skill in the art, 
and are considered to be within the scope of the invention, 
which is to be limited only by the following claims. 
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WE CLAIM: 

1 1. In an electrochemical cell which includes an 

2 electrode stack comprised of alternating conductive and 

3 insulating layers extending in a first direction, wherein at 

4 least a first layer extends from a first end of said stack, 

5 the improvement comprising: 

6 a tab connection portion comprising at least a 

7 section of said first layer which is folded so as to extend 

8 in a direction substantially transverse to said first 

9 direction, 

1 2. The electrochemical .cell according to claim 1, 

2 wherein said electrode stack comprises a jelly-roll type 

3 electrode stack having a longitudinal axis, said jelly roll 

4 stack comprising said conductive and insulating layers/. 

5 wherein said first layer comprises a spiral electrode att a|| 

6 first end of the stack, said tab connection portion! < 

7 including portions of first spiral electrode that are folded 

8 so as to extend in a radial direction. 

1 3. The electrochemical cell according to claim 2, 

2 wherein said section that is folded extends in a direction 

3 substantially perpendicular to said longitudinal axis. 

1 4. The electrochemical cell according to claim 2, 

2 further comprising a pair of slits in said first spiral, 

3 wherein said tab connection portion is located between said 

4 slitf?*^— , 

1 ^fllll^ An electrochemical cell comprising: 

2 v a first conductive sheet having a first end and a 

3 second end opposite to said first end; 

4 insulation adjacent to said first conductive sheet 

5 so that said second end of said first conductive sheet is 

6 uncovered by said insulation; 
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7 a second conductive sheet having a first end, and 

8 a second end opposite to said first end of said second 

9 conductive sheet, wherein said second conductive sheet is 

10 adjacexit said insulation so that said second end of said 

11 second conductive sheet is uncovered by said insulation and 

12 extends beyond said first end of said first conductive 

13 sheet; 

14 a tab connection portion, wherein said tab 
is connection portion includes at least one first conductive 

16 sheet section that is folded so as to extend across said 

17 insulation toward said second conductive sheet. 

l 6.- The electrochemical cell according to claim 5, 

f2 wherein said first conductive sheet, said insulation, and 

il 3 said second conductive sheet are rolled together to form a 

4 jelly-roll stack having a longitudinal axis such that said 

7 jl 5 second end of said first conductive sheet forms a first 

C 6 spiral space, and said at least one first conductive sheet 

"7 section extends across a portion of said first spiral space. 

'fx 7. The electrochemical cell according to claim 6, 

=4 2 wherein said second end of said second conductive sheet 

if 3 forms a second spiral space. 

1 8. The electrochemical cell according to claim 6, 

2 further comprising a pair of slits in said first spiral, 

3 wherein said tab connection portion is located between said 

4 slits^^j 

1 ;9f The electrochemical cell according to claim 8, 

2 wherein the slits which form said pair of slits are 

3 substantially parallel. 
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10. The electrochemical cell according to claim 6, 
wherein said tab connection portion lies substantially in a 
plane below said second end of said first conductive sheet. 


1 11. The electrochemical cell according to claim 6, 

2 wherein each folded first conductive sheet section extends 

3 from a bend towards the longitudinal axis of the stack. 

1 12. The electrochemical cell according to claim 6, 

2 further comprising a conductive tab, wherein said conductive 

3 tab is connected to said tab connection portion. 

1 13". The electrochemical cell according to claim 12, 

2 wherein said conductive tab is connected to said tab 

3 connection portion by a weld joint. 

1 14. The electrochemical cell according to claim 12,. 

2 wherein said conductive tab is made of the same material as 

3 said first conductive sheet. 

1 15. The electrochemical cell according to claim 6, 

2 further comprising a plurality of tab connection portions 

3 comprised of first conductive sheet sections that are folded 

4 so as to extend across a portion of said first spiral space. 

1 16. The electrochemical cell according to claim 15 

2 further comprising a plurality of pairs of slits in said 

3 seconct^erid of said first conductive sheet, wherein a tab 

4 connection portion is located between each pair of slits. 

1 17. The electrochemical cell according to claim 15, 

2 further comprising a conductive tab connected to each tab 

3 connection portion. 
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1 18. The electrochemical cell according to claim 15, 

2 further comprising a plurality of tab connection portions on 

3 said second end of said second conductive sheet. 

1 19. The electrochemical cell according to claim 18, 

2 wherein the number of tab connection portions on said second 

3 end of said first conductive sheet is equal to the number of 

4 tab connection portions on said second end of said second 

5 conductive sheet. 

1 20. The electrochemical cell according to claim 6, 

2 further comprising a hollow mandrel at the center of the 

3 jelly-roll stack around which said first conductive sheet, 

4 second conductive sheet, and said insulation are wound. 

1 21. The electrochemical cell according to claim 6, 1- 

2 further comprising a conductive coating on said tab:f|* 

3 connection portion. 

1 22. The electrochemical cell according to claim 21, 

2 wherein said conductive coating is a thermally sprayed 

3 conductive coating. 

1 23. The electrochemical cell according to claim 21, 

2 further comprising a conductive tab connected to said 

3 conductive coating. 

1 The electrochemical cell according to claim 6, 

2 further comprising a second end tab connection portion, on 

3 said./plcdnd conductive sheet, wherein said second end tab 

4 connection portion includes at least one second conductive 

5 sheet section that is folded so as to extend across a 

6 portion of said second spiral space. 
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1 25. The electrochemical cell according to claim 24, 

2 further comprising a pair of slits in the second end of said 

3 second conductive sheet, wherein said second end tab 

4 connection portion is located between said pair of slits. 

l 26. A method of making an electrochemical cell 

2. comprising the steps of: 

3 providing an electrode stack which includes 'a 

4 first electrode extending from one end of the stack, a 

5 second electrode extending from an opposite end of the 

6 stack, and a longitudinal axis between said ends of the 

7 stack; 

8 " folding at least one section of the first 

9 electrode so that it extends in a direction at an angle to 
Ijio the longitudinal axis to form a tab connection portion. : 

^ i 27. The method of according to claim 26, further% 

P 2 comprising the step of connecting a current collection tab 

^ 3 to the tab connection portion. 

^ i 28. The method according to claim 26, further 

■4 2 comprising the step of forming a conductive coating on the 

™ 3 tab connection portion. 

1 29. The method according to claim 28, wherein said 

2 conductive coating is a thermally sprayed coating. 

1 30^, The method according to claim 28, wherein said 

2 conductive coating has a surface contour on a lower surface 

3 therel|i§ : conforming to a surface of said tab connection 

4 portion. 

1 31. The method according to claim 28, further 

2 including the steps of thermally spraying a coating of 

3 conductive material over said current collection tab. 


- 17 - 


1 32 . The method according to claim 26, wherein said 

2 step of folding at least one section of the first electrode 

3 includes folding a plurality of sections of said first 

4 electrode to form a tab connection portion. 

1 33. The method according to claim 26, further 

2 including making a pair of slits in the first electrode, and 

3 said step of folding at least one section of the first 

4 electrode includes folding at least one section of the first 

5 electrode between said pair of slits. 

1 34. The method according to claim 33, wherein said 

2 step of- making a pair of slits includes making a pair of 

3 slits which are substantially parallel. 

1 35. The method according to claim 26, wherein said \£ 

2 step of folding at least one section of the first electrode 

3 includes folding at least one section of the first electrode 

4 so that it extends from a bend toward the longitudinal axis. 

1 36. The method according to claim 26, further 

2 comprising the steps of: 

3 folding at least one section of the second 

4 electrode so that it extends in a direction at an angle to 

5 the longitudinal axis to form a tab connection portion. 

1 37 ♦ The method according to claim 36, further 

2 comprising making a pair of slits in said second electrode, 

3 and s4^##Btep. of folding at least one section of the second 

4 e 1 ectllltt^ includes folding at least one section of the first 

5 electrode between said pair of slits. 

1 38. A method of making an electrochemical cell 

2 comprising the steps of: 
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3 providing an electrode stack which includes a 

4 first electrode having a first end, and a second electrode; 

5 folding at least one section of the first 

6 electrode so that it extends below the first end of the 

7 first electrode to form a tab connection portion. 

1 39. The method according to claim 38, further 

2 comprising making a pair of slits in the first end of tlae 

3 first electrode, and said step of folding at least one 

4 section of the first electrode includes folding at least one 

5 section of the first electrode between said pair of slits. 
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ABSTRACT OF THE INVENTION 

An electrochemical cell, including a jelly-roll type 
electrode stack, and a method for making such cell. The 
electrochemical cell includes folded electrode portions 
which form a plane recessed from the end of the electrode 
stack. The folded electrode portions are preferably formed 
by making pairs of slits in the electrode end and bending 
over the electrode portions between each pair of slits. Th'e 
recessed plane forms a large area to which a current 
collection tab is subsequently connected. A coating may be 
applied to the folded portions of the electrode to further 
increase the contact area with the current collection tab by 
eliminating the slight variations in the recessed plane 
which are due to the overlap of the folded electrode 
portions . 
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